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PROCESSES

Shaping

Sawing
p. 31
Binding
Soldering
Truing

Ball
Making
p. 122
Wire
Drawing
p. 96

Binding

Soldering
Cleaning
p. 70
Polishing
p. 71

Coloring
p. 72

Place the wires on the ring mandrel.
Strike the knot with a rawhide mallet.
Shape around the mandrel the desired size.

Saw the wire ends where A overlaps B at the
center back.

Bind the wires together to form an even joint.

Solder the joint.

Place on the ring mandrel.

Tap with a rawhide mallet to true,

ORNAMENT

Fine silver wire.

Make three graduated balls.

Sterling silver wire 14-gauge.
Draw the wire half round.

JOINING THE RING SHANK AND
THE ORNAMENT

Bind the wire to the shank; let the ends finish

over one loop and under the other loop.

Solder the wire and balls in place.

Remove any excess solder with a file and scotch

stone.

Buff with a felt buffing wheel and tripoli.

Use the bristle buffing wheel for recessed parts.

Polish with a soft cloth or chamois buffing

wheel and rouge.

Dip in potassium sulphide solution.

Remove any excess color with whiting.

Polish with a soft cloth or chamois buffing

wheel.